•.. 


Work Order ID 
78599 
, 
January-II-I2 
2:44:36 PM 


RevB 


Start 
Date: 
11/01/2012 


Required 
Date: 25/01/2012 


Reference: 


I 
*7R~qq* 
Page 1 


Accept 
*Nqnnn4n 
1nn* 
Setup 
Start 
*N~1 * 


Stop 
*N~?* 
*RO* 
Cust Item ID: 
*RO* 
Customer: 


Run 
Start 
*NR1 * 
Date: lk\~~\-"\_Tooling: 
Date: 
------- 
Stop 
Date: --'._- 
SPC (Y/N): 
Date: -_._-- 
*NR?* 
- 
Set Up/ 
ToolID 
Tool # 
Plan 
Accept 
Reject 
Reject 
Insp. 
Run Hours 
Code 
Qty 
Qty 
Number 
Stamp 


0.00 


Start Qty: 
60.00 


Req'd 
Qty: 60.00 


Operation 
Description 


Revision Nbr 


Process 
Plan: ~'_' \;.~._.:5~ 
_ 


QC: 
_ 


D6101-003 


Saddle 
Billet, 
7075 


Item ID: 


Revision 
ID: 


Item Name: 


Approvals: 


Sequence 
ID/ 
Work Center 
ID 


_~"WNb' 
D6101 


100 
*1 ()()* 
Purchasing 


Purchasing 


PURCHASING 


M~o 
0.00 


Issue P/O: 
l 5223 
a)Description: 
Alluminum 
billet 
b) 7.875" x 6.250" x 2.00" thick 
c) Tolerance on all dimensions 
are +0.030"1-0.000" 
d) Grain direction along 7.875" length 
e) Material: 
7075-T7351 
(QQ-A-250/l2) 
. f) Material certification 
required 


110 
*11 ()* 
Packaging 


Packaging 


Receive & Inspect for Damage & Mat'l Certs 


Memo 


Ensure material certification 
is attached 


0.00 


0.00 


...~.. ' 
. 


. .-. 


Dart Aerospace 
Ltd 
.. 


W/O: 
WORK ORDER CHANGES 


DATE 
STEiP 
PROCEDURE 
CHANGE 
By 
Date 
Qty 
Approval 
Apprortal 
Chief Eng I 
Prod Mgr 
QC Inspector 


, . 


Part No: 
PAR #: 
_ 
Fault Category: 
NCR: Yes No 
DQA: __ 


Resolution: 
Disposition: 
QA: NlC Closed: 
_ 


Date: 
_ 


Date: 
_ 


NCR: 
WORK ORDER NON-CONFORMANCE 
(NCR) 


Description 
of NC 
Corrective 
Action 
Section B 
Verification 
Approval 
Approval 
DATE 
STEP 
Sign & 
Section A 
Initial 
Action Description 
SectionC 
Chief Eng 
QC Inspector 
Chief Eng 
Chief Eng 
Date 


, 


NOTE: Date & initial all entries 


H:\fFORMS\Quality 
Assurance\approved 
QA\NCRWO 
RevE 


'.. 


~WorkOrder ID 78599 


January-1l-12 
2:44:36 PM 
*7R!)qq* 
Page 2 


QC: 
. 
__ 
__ 
Date: 
..__ 


Start 
Date: 
11/01/2012 


Required 
Date: 25/01/2012 


Reference: 


Sequence 
IDI 
Work Center 
ID 


120 
0.00 


------- 
Accept 
*Nqnnn4n1 nn* 
Setup 
Start 
*N~1 * 


Stop 
*N~?* 


Cust Item ID: 


Customer: 


Run 
Start 
*NR1 * 
Tooling: 
Date: 
- 
.._--- 
Stop 
SPC (YIN): 
Date: 
*NR?* 


Set Upl 
ToolID 
Tool # 
Plan 
Accept 
Reject 
Reject 
Insp. 
Run Hours 
Code 
Qty 
Qty 
Number 
Stamp 


*RO* 
*RO* 


Date: 
_ 


Memo 
0.00 


Ensure Material certification 
comply to Dwg D6101 


Start QI.Y: 60.00 


Req'd 
Qty: 60.00 


Operation 
Description 


QC6- Inspect dimensions 
to drawing 


Process Plan: 


D6101-003 


Saddle Billet, 7075 


Item ID: 


Revision ID: 


Item Name: 


*1 ?n* 
QC 


Approvals: 


Quality Control 


Identify as per dwg & Stock 
Location:~lJ 
0.00 
130 
*1 ~n* 
Packaging 


Packaging 


Memo 
0.00 
fc, () --~ 


140 
*1 Lln* 
QC 


Quality Control 


QC21- Final Inspection 
- Work Order Release 


Memo 


0.00 


0.00 


Dart Aerospace 
Ltd 


W/O: 
WORK ORDER CHANGES 
. 


DATE 
STEiP 
PROCEDURE 
CHANGE 
By 
Date 
Qty 
Approval 
Approval 
Chief Eng I 
QC Inspector 
Prod Mar 


-- 


Part No: 
PAR #: 
_ 


Resolution: 
_ 


Fault Category: 
NCR: Yes 
No 
DQA: __ 
Date: 
_ 


Disposition: 
QA: NlC Closed: 
Date: 
_ 


NCR: 
WORK ORDER NON-CONFORMANCE 
(NCR) 


Description 
of NC 
Corrective 
Action 
Section 
B 
Verification 
Approval 
Approval 
DATE 
STEP 
Sign & 
Section A 
Initial 
Action Description 
Section G 
Chief Eng 
QC Inspector 
Chief Eng 
Chief Eng 
Date 


NOTE: Date & initial all entries 


H:\fFORMS\Quality 
Assurance\approved 
QA\NCRWO 
RevE 


.- 


-~-- 
-~-_. 
---------------------------------- 
---~-_._------ 


Work Order 
ID: 
78599 


Parent 
Item Name: 
Saddle Billet, 7075 


Pieklist Print 


..January-11-12 
2:44:39 PM 


Required 
Date: 25/01/2012 


Required 
Qty: 60.00 


Start Date: 
11/01/2012 


Start Qty: 60.00 


*7Rf\~~* 
*nR 1()1-()()~* 
D6101-003 
Parent 
Item: 


Comments: 
IPP 
A: OI.05.04New 
IsueEC 


Component 
Item ID/ 
Replacement 
Mfg/ 
Item Name 
Item ID 
Purch 


06101-003 
P 
Purchased 
*nR 1()1-()()~P* 
7075- T7351 2X6.25X7.875 


Bin 
Primary 
Last 
Route 
Unit of 
Qtyon 
Qty per Kit 
Total 
Qty 
Date 
Status 
Item 
Location 
Location 
Seq ID 
Measure 
Hand 
Qty 
Issued 
Issued 


No 
110 
Each 
0.0000 
60 
~~~,,-~ 
** 


Dart Aerospace 
Ltd 


W/O: 
WORK ORDER CHANGES 


DATE 
STriP 
PROCEDURE 
CHANGE 
By 
Date 
Qty 
Approval 
Appr09al 
Chief Eng / 
QC Inspector 
Prod Mgr 


Part No: 
PAR #: 
_ 


Resolution: 
_ 


Fault Category: 
NCR: Yes No 
DQA: __ 
Date: 


Disposition: 
QA: NlC Closed: 
Date: 


-- 


~~ 
...•- 
,. 


NCR: 
WORK ORDER NON-CONFORMANCE 
(NCR) 


Description 
of NC 
Corrective 
Action 
Section 
B 
Verification 
Approval 
Approval 
DATE 
STEP 
Sign & 
Section A 
Initial 
Action Description 
Section C 
Chief Eng 
QC Inspector 
Chief Eng 
Chief Eng 
Date 


NOTE: Date & initial all entries 


H:\fFORMS\Quality 
Assurance\approved 
QA\NCRWO 
RavE 


SPECIFICATION CONTROL DRAWING 


T~ 


~LENGTH 
~ 
~> 
WIDTH 


I..,'::',',', 
11\«'; ',' I • ;., 
• 


\'. i Ii k ; 
NO._ -=tg$l1.C\.H.c 
1" 


\'1.. l D I \ \ \ 


PURCHASE MATERIAL ACCORDING TO THE FOLLOWING TABLE. 
SPECIFY ALLOY. LENGTH x 
WIDTH x THICK (+0.030/-0.000), 
AND GRAIN DIRECTION AS SHOWN. 


TOLERAtlCES 
ON ALL DIMENSIONS ARE +0.030/-0.000. 


ALL DIMENSIONS ARE IN INCHES. 


/::... ACCEPTABLE 
SPECIFICATIONS 
FOR 7075- T7351 ALUMINUM ARE AMS-QQ-A-250/12, 
L!L. QQ-A-250/12, OR ASTM B209 


Part No. 
I 
Alloy 
Length 
Width 
Thick 
Grain 
Direction 
06101-001 
7075-T7351 
QQ-A-250/12f 
6.000 
6.250 
2.000 
Alona 6.000 Lenath 
06101-003 
7075-T7351 
QQ-A-250/12\ 
7.875 
6.250 
2.000 
Alona 7.875 Lenath 
06101-005 
7075-T7351 
QQ-A-250/12 
5.000 
8.250 
2.500 
Along 5.000 Length 
06101-007 
7075-T7351 
QQ-A-250/12 
7.750 
8.250 
2.500 
Alono 7.750 Length 
06101-009 
7075-T7351 
QQ-A-250/12 
8.700 
8.250 
2.500 
Alono 8.700 Length 
06101-011 
7075-T7351 
QQ-A-250/12 
9.700 
8.250 
2.500 
Alono 9.700 Lenoth 
06101-013 
7075-T7351 
QQ-A-250/12 
10.100 
8.250 
2.500 
Alono 10.10 Lenqth 
D6101-015 
7075-T7351 
QQ-A-250/12l 
9.450 
6.250 
2.500 
Alono 9.450 Lenoth 
06101-017 
7075-T7351 
QQ-A-250/12\ 
6.350 
6.250 
2.250 
Along 6.350 Lenoth 
i 


COPYRIGHT@2001 
BY DART AEROSPACE 
LTD 


THIS 
DOCVMENT 
IS PRIVATE 
AN) 
CONFIlENTW. 
AM) 
IS SlPPUEDON 
Tt£ 
EXPRESS 
CONDITION 
THAT 
IT IS 


NOT 
TO BE USB) 
FOR 
AH'( 
PURPOS£ 
OR CCW'IEO 
~ 
COMMlJNICATED 
TON('( 
OTl-El\PERSQII 
wm«JUT 


WRITTEN 
Pf:RMlSSION 
FROM 
DART 
AEROSPACE 
LTD. 


09.04.23 


01.03.30 


DATE 


REV.B 


SHEET 1 OF 1 . 


SCALE 


NTS 


RF 


CP 


BY 


TITLE 
SADDLE BILLET, 7075 


DART AEROSPACE 
LTD 
HAWKESBURY, ONTARIO. CANADA 
DRAWING NO. 
06101 


B 
ADDED 06101-015/-017, ADD ASTM B209 


A 
NEW ISSUE 


REV. 
DESCRIPTION 


DESIGN 


DRAWN 
CHECKED 


MFG. APPR. 


APPROVED 


DE APPR. 


DATE 
09.04.23 


Dart Aerospace 
Ltd 


W/O: 
WORK ORDER CHANGES 


DATE 
STEP 
PROCEDURE 
CHANGE 
By 
Date 
Qty 
Approval 
Approval 
Chief Eng / 
Prod Mgr 
QC Inspector 


Resolution: 
_ 
QA: NlC Closed: 
_ 


Part No: 
PAR#: 
_ 
Fault Category: 
_ 


Disposition: 
_ 


NCR: Yes 
No 
DQA: __ 
Date: 
_ 


Date: 
_ 


L 


NCR: 
WORK ORDER NON-CONFORMANCE 
(NCR) 


Description of NC 
Corrective 
Action 
Section 
B 
Verification 
Approval 
Approval 
DATE 
STEP 
Sign & 
Section A 
Initial 
Action Description 
Section C 
Chief Eng 
QC Inspector 
Chief Eng 
Chief Eng 
Date 


- 


NOTE: Date & initial all entries 


• H:\fFOR.~S\Quality 
Assurance\approved 
QA\NCRWO 
RevE 


T 
Dart Aerospace Ltd. 
1270 Aberdeen Street 
;:39 r -e.spa 
c e 
Hawkesbury, ON K6A 1K7 
Tel: 613 632 9577 
Fax: 613 632 1053 


PURCHASE ORDER 


Purchase Order ID P015873 


Purchase 
Order 
Date 
1/12/l2 


PO Print 
Date 
1/12/12 


Page Number 
I of 
I 


Order 
From: 
VC-COPOOI 


THYSSENKRUPP 
MATERIALS 
CA LTD 
a/A VPK METAL- C/O T27540/PO BOX 4275,POSTAL"A" 
TORONTO, 
ON M5W 5V8 
CA 


Contact 
Name 


Vendor 
Phone 


Vendor 
Fax 


Vendor 
Account 
Nbr 


9056699444 


9057389033 


Buyer 


Requisition 
Nbr 


Tax Resale Nbr 


Terms 


Currency 


FOB 


Chantal Lavoie 


10127-2607 


Net 30 


CAD 


Destination-Collect 


Ship To: 
DART AEROSPACE 
LTD 
1270 ABERDEEN 
HAWKESBURY, 
ON K6A 1K7 
CANADA 


Line Nbr 
Reference 


Revision 
10 


Vendor 
Part 
Number 


Descriptionl 
Mfg ID 


Req Datel 
Req Qtyl 
Ship Method 
Taxable 
Unit of Measure 


Unit Price 
Extended 
Price 


D6101-001P 
7075-T735I 
2X6X6.25 
1/18/12 


Yes 


60.00 
Yours ppd 


Each 


$31.4900 
$1,889.40 


Special 
Inst: 
AS PER DWG D610 I REV. B 
B78598 
MATERIAL: 
7075-T7351 
AS PERQQ-A- 
250/l1 
SIZE: 6.00" X 6.250" X 2.00" THICK 
GRAIN DIRECTION 
ALONG 6" LENGTH 
TOLERANCE 
ON LENGTH ARE +0.030"1- 
0.000" 


2 
;D6101-003P' 
7075-T73512X6.25X7.875 
" 
to. 
1/18/12 


Yes 


( 
60.00 
Yours ppd 


Each 


$41.3500 
$2,481.00 


Special 
Inst: 
J AS p'ER DWG D6101 REV. B 
rB78599 
, 
IVIATERIAL: 7075-T735 I AS PER QQ-A- 
;' 250/lTf 
;~S[Zn.875" 
X 6.250" X 2.00" 
THICK 
1G-RAIN'DIREcTION 
ALONG 7.875" 
I!ENGTH'" 
TOLERANCE 
ON LENGTH ARE +0.030"1- 
,;'o"'ooej;t"v 


PO Total: 
$4,370.40 


Change 
Nbr: 
. 
\ )~ 


Chang~ate: 
1/12/12 


If '-.f' 
l.._ 0\ 
No substitution or deviation without 
consent. 
Certificate of Confonnity 
or Material 
Certification required when applicable 


Ship 
To: 
(1) 
DART 
AEROSPACE 
1270 ABERDEEN 
ST 
HAWKESBURY, 
ON 
K6A 
1K7 
Tel: 
613-632-9577 
Fax: 
613-632-1053 


Ship 
From: 
THYSSENKRUPP 
MATERIALS 
NA 
2821 
LANGSTAFF 
ROAD 
CONCORD, 
ONTARIO 
L4K 
5C6 
Tel: 
905 669 
9444 
Fax: 
9057389033 


B 
I L.L 
o 
F 
LAD 
I N G 
No: 
PEC 
748402 
Ship 
Date 
20Jan12 
at 
12:24 
From 
PFW 
Probill 
Via 
VIM 
TRANSFER 
FOB 
CONCORD 
Frt 
PREPAID 
Route 
0- 
0 Manifest 
Vhele 
Trailer 
Slp 
STAN 
IVERS 
(905-532-1350) 
Sold 
To: 
(20115) 
DART 
AEROSPACE 
1270 ABERDEEN 
ST 
HAWKESBURY, 
ON 
K6A 
1K7 


================================================================================ 
B 
ILL 
0 F 
LAD 
I N G 
1) Our 
Order 
PEC-407898- 
1 Your 
PO # 15873 
ALUMINUM 
PLATE 
7075-T7351 
USI 
2.00" 
THICK 
X 6.2500" 
X 6.0000" 
GRAIN 
DIRECT 
ON THE 
6" DIM LENGTH 
Heat 
Number 
Tag No 
Quantity 
779581 
28054 
15.63 
SFT 
PCS 
60 
Wt LBS 
457 


2) Our Order 
PEC-407898- 
2 Your 
PO # 
15873 
ALUMINUM 
PLATE 
7075-T7351 
USI 
2.00" 
THICK 
X 
6.2500" 
X 7.8750" 
GRAIN 
DIRECT 
ALONG 
THE 
7.875 
LENGTH 
DIM 
Heat 
Number 
Tag No 
779581 
28055 
Quantity 
20.51 
SFT 
PCS 
60 
Wt LBS 
600 


TOTAL: 


MILL 
TEST 
REPORTS, 
PACKING 
SLIPS ARE 
TO 
SENT 
WITH 
MATERIAL 
AND 
FAXED 
TO THE 
CUSTOMER 
PRIOR 
TO 
SHIPPING. 
ATTN: 
CHANTAL/LINDA 
** 
ALL 
PACKING 
SLIPS 
MUST 
HAVE 
THE HEAT 
.NUMBER ** 
** 
REFERENCED 
ON 
IT ** 


TOTAL 
2 SKIDS 
G.W. 
1107 LBS 


ITEM 
(1) SKID 
ITEM 
(2) SKID 


Tags 
2 
PCS 
120 
LBS 
1057 


Page: 
1 
....Continued 


TOUTES ERREURS ET/OU MARCHANDISES 
MANQUANTES DOIVENT ETRE 
RAPPORTEES IMMEDIATEMENT. 
ERRORS OR SHORTAGE MUST BE REPORTED IMMEDIATELY 


RETOUR DE MARCHANDISES AVEC NOTRE NUMERO D'APPROBATION SEULEMENT. 
MERCHANDISE 
MAY NOT BE RETURNED WITHOUT OUR APPROVAL NUMBER. 
// 


REQU EN BONNE 
CONDITIONS 
I RECEIVED 
IN GOOD CONDITION 
-VQ/OST# 1017327981 T0001 TPS/GST TVH/HST # 140223934 RT0001 
DATE 


DP-49904-1 
Alcoa 
Item 


Invo' e No 
00000 


Customer 


COPPER 
& BRASS 
SAL 
G041007178Rl1 


'DAVENPORT WORKS 
4879 State Street Bettendorf, IA 52722 


Ship From: 
RIVERDALE, 
IA. 
1321437 
S' 


2011-12-16 


This lesl report 
shall not ba raproduced excepl In full, without Ihe wrillen approval of the Quality Depertment, No alleralion, 
addilion 
or olher changs i. eulhorized 10be made to this cartlncala. The recording of f.lse, fictitious, or olherwise fl:audulent 
sialemenls or entrie. on fhis certjijcal. 
by any raciplent may ba punished a. a felony 
undar appiicable lay/. 
Per: 
.:'1 
•. 11 
/'7 !J'L;:.~ 
IJ ..f 
X ..' 
L.., 
('. 


Malcolm Murphy 
Direclor of Manumeturl"" DavenDort Work. 


,\CERTiFIEOiNSPECTION 
REPORT 
. 
Alcoa Inc. 
C'\~. 
) 
We hereby certilY Ihatlhe malenal covered by this certificate hes been inspecled wilh, and has been found to meet the 
' • 
., /. 
applicable requirements described Ihereln, including any specifications forming a part at the descripllon and thai sample. 
. . 
rapresenlaliva 01the material mel Iha composilian IImlls and had Ihe machanlcal properties shown on the lece at thl. sheet 
".'.".c:-_> 


Page 
1 of 
2 


Ship 
To: 
COPPER 
& BRASS 
SALES 
INC 
WALLINGFORD 
BRANCH 
5 STERLING 
DR 
WALLINGFORD 
06492 
CT 


Item 
Description 


2.0 
IN TK 
(+.055 
-.055) 
X 
48.5 
IN W 
(+.3125 
_ 
0.000) 
X 
144.5 
IN LN 
(+.5 
-0.0) 
(N) A!T 
7075- 
T7351 
RECTANGLE 
MILL 
~INISH, 
USI 
3MM 
DEAD 
ZONE 
REQ'D 
BOTH 
SIDES, 
SAWED. 
AMS-QQ-A-250/12 
IS 
2007 
EKe 
MRK 
AMS-STD- 
2154 
IS 2010 
Exe 
MRK 
AMS4078 
REV 
G EXC 
MRK 
ASTMB209 
REV 
10 EXC 
MRK 
ASTMB594 
REV 
09 
EKC 
MRK 
BSS7055 
REV 
A 
EKC 
MRK 
CMMP025 
REV 
S EKe 
MRK- 
MMS159 
REV 
P Exe 
MRK 
PS21211 
REV 
L 
- 
((MARKED)) 
KRAFT-PAPER 
INTERLEAVED 
MAX 
GROSS 
SKID 
WGT: 
5000 
LB 
QUAN 
TOL 
+/_ 
10 
% USI 
CL A 
3 MM 
CQR 
0148581 
REV 
13 
eUST 
REQ 
11-12- 
16 
*** 
W/E 
11-12-24 
*** 


Num 


1 


Package 
Ticket 
Lot 
.'1eight 
Quantity 
UOM 
Inspector 
Clock 
Numbers 
------- 
•.. - .. _---- 
-------/---- 
-- ..•_------ 
---------- 
---------- 
------------------------------ 
. 
357510 
779581 
4273 
3 
PC 
47310 
47347 


\'I' 


Notes 
for 
CQR: 
0148581.13 


PRODUCT 
PRODUCED 
AND 
MARKED 
TO 
THE 
REQUIREMENTS 
OF 
AMS-QQ- 
A-250!12 
ALSO 
MEETS 
THE 
REQUIREMENTS 
OF 
QQ-A-250/12F. 
PROD 
UCT 
PRODUCED 
AND 
MARKED 
TO 
THE 
REQUIREMENTS 
OF 
QQ-A-250/12 
F ALSO 
MEETS 
THE 
REQUIREMENTS 
OF AMS-QQ-A-250!12. 
THIS 
MATERIAL 
HAS 
BEEN 
ULTRASONICALLY 
INSPECTED 
FULLY 
IMME 
RSION 
_ TYPE 
I. 
THIS 
MATERIAL 
HAS 
BEEN 
ULTRASONICALLY.INSPECTED 
FULLY 
IMME 
RSION 
_ TYPE 
I. 


PRODUCT 
PRODUCED 
TO 
THE 
REQUIREMENTS 
OF MIL-STD-2154 
ALSO 
MEET 
THE 
REQUIREMENTS 
OF AMS-STD-2154. 
PRODUCT 
PRODUCED 
TO 
THE 
REQUIREMENTS 
OF 
AMS-STD-2154 
ALSO 
MEET 
THE 
REQUIREMEN 
TS OF 
MIL-STD-2154. 


CQR: 
0148581.13 
-Specification 
Limits 
_ 


UTS 
TYS 
EM!:) 
Tmpr 
Dir 
KSr 
KSI 
PCT 
~7351 
Long 
'I'ransv. 
Max 
68.9 
Min 
69.0 
57.0 
6 
T7351 
Elec. 
Condo 
(Ee) 
% MIN 
38.0 
PCT 


"I' 


DP-49904-1 


4879 State Street Bettendorf, IA 52722 


Ship From: 
RIVERDALE,IA. 


Alcoa No. Item 


1.000349904-1.. 


Alcoa 
Item 


InvpiceNo. 
00000 


COPPER 
& BRASS 
SAL 
G041007178R11 


Customer 


DAVENPORT WORKS 


1321437 
0 
-.ShipDate 
B.L. No. 


2011-12-16 
6583417 


.0, 
o./Govt Contract 
o. 
5400120306 


Alcoa Inc. 


QUali~a~~:e~~';;,anao.r 


Malcolm Murphy 
Direclor of Menulaclurino' [)~venDOr1Works 


We hereby certify that the material covered by this certificate he. been Inapeeled with, and has bean found to meel tha 
applicable requiremanls described Iherein, including any specifications forming a part of Ihe description and thaI samples 
repre,enlalive 
of Ihe malarial mellhe composition limits and had Ihe machanical properties shown OnIha faca of thia shaet. 


ThIs taat report shall not be reproduced excepl in full, without the wriMen approval of Ihe Qualily Department. No alleration, 
eddltion or olher change is aulhorj~ed 10be made to this certificale. The recording offalse, fictitious, or olhsrwise fraudulent 
statements or entries on Ihis certificate by any recipienl may be punished as a felony under applicable law. 


Psrv! 
tff! 
(.J-.i-.f;p1~ 
c:.._~.-...~,~t' 


l ••,~ 
CERTiFIED INSPECTION REPORT 


REMAIN 
Results 
----- 
_ 


Page 
2 of 
2 


CQR: 
0148581.13 
-Specificatio~ 
Limits 
(cont.) 
_ 


Other 
Other 
Each 
Total 
Aluminum 
0.05 
0.15 


Chemical 
Composition 
81 
FE 
CU 
MN 
MG 
CR 
ZN 
TI 
Max 
0.40 
0.50 
2,0 
0,30 
2.9 
0.28 
6.1 
0,20 
Alloy 
7075 
Min 
1.2 
2.1 
0.18 
5,1 
Lot: 
779581 
- Mechanical, 
Physical, 
Metallography, 
Quantometer 
No-> 
UTS 
TYS 
EL4D 
Tmpr 
Dir 
Test 
KSI 
KSI 
PCT 
T7351 
Long 
TranSIT. 
3 
72.2 
62 
10.8 
72.6 
62.2 
10.8 
72,8 
63 
11.1 


T7351 
Elect 
Cond 
%IACS 
40.7 
40.8 
40,8 
PCT 


Cast 
Number 
H9977033 
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2401644486 
WORKORDER: 
COPPER AND BRASS SALES 
MATERIAL 
TYPE 


ALUMINIUM 
ALLOYS 


--:7 
PRODUCT 
DESIGNATION 


201420242224232470507075715071757475 
ALUMEC 
89 ALUMEC 
99 QC-7 


FORM: 
1006 


"W ARNIN G" 


For additional information, call or write to Copper and Brass Sales,22355 West Eleven Mile Road, southfield, MI 


48033,telephone248-233-5600, or visit our web site @ www.copperandbrass.com. 


~7 
ALUMINUM LABEL NO. 300-1056 
ISSUED 10/01/2008 


IF COATED WITH OIL,MAY CAUSE SKIN IRRITATION/DERMATITIS 
BY CONTACT.WELDING FUME IS 


LISTED AS A POSSIBLE CARCINOGENIC TO HUMANS. 
READ THE ALUMINIUM/ALUMINIUM ALLOYS MATERIAL SAFETY DATA SHEET (MSDS) ON FILE WITH 


YOUR EMPLOYER BEFORE WORKING WITH THIS MATERIAL. 
."If processing or recycling produces particulate, use exhaust ventilation or other controls designed to prevent exposure 
to workers. Examples of such activities include melting, welding,grinding,abrasive 
sawing,sanding and polishing.Any 
activity which abrades the surface of this material can generate airborne particulate.Use appropriate NIOSH 
approved respiratory protection (P95; P100 for lead with, quantitative fit testing required) if exposures exceed the 


permissible limits. 
* The Occupational Safety and Health Administration (OSHA) have set mandatory limits on occupational exposures. 
* Aluminum, in solid form and as contained in finished products presents no special health risk. 
* Sold for manufacturing purposes only.This product can be recycled; contact your sales representative. 


THIS PRODUCT ALSO CONTAINS NICKEL AND CHROMIUM COMPOUNDS.INHALATION OF NICKEL 
DUST OR FUME MAY RESULT IN INFLAMMATION OF THE RESPIRATORY TRACTAND CAUSE NASAL 
AND/OR LUNG CANCERNICKEL 
HAS BEEN IDENTIFIED AS A POTENTIAL HUMAN 
CARCINOGEN.EXPOSURE 
TO CHROMIUM DUST OR FUMES MAY CAUSE METAL FUME FEVER WITH 
FLU-LIKE SYMPTOMS AND KIDNEY AND LIVER DAMAGE.UNDER HIGH 
TEMPERA"?::J"RES,HEXAVALENT CHROMIUM MAY BE PRODUCED,IF IN THEIN SOLUBLE FORM,IT IS A 
CONFIRMED HUMAN CARCINOGEN.(CALIFORNIA 
PROPOSITION 65). 


THIS PRODUCT CONTAINS BERYLLIUM AND COPPERINHALING 
BERYLLIUM DUST OR FUMES MAY 
CAUSE CHRONIC BERYLLIUM DISEASE (CBD),A SERIOUS CHRONIC LUNGDISEASE IN SOME 
INDIVIDUAJ-.~BERYLLIUM IS A CANCER HAZARD;OVER TIME CBDAND CANCER CAN BE 
FATAL,TARGET ORGAN IS PRIMARILY THE LUNG.INHALING LARGE AMOUNTS OF 
COPPER,MAGNESIUM 
OXIDE,MANGANESE OXIDE,ANDZINC OXIDE FUMES OR DUST MAY CAUSE 
METAL FUME FEVER WITH FLU-LIKE SYMPTOMS. CHRONIC OVEREXPOUSURE TO COPPER MAY 
CAUSE THICKENING OF THE SKIN;AND SKIN,TEETH,AND HAIR DlSCOLORATlON.CHRONIC 
OVEREXPOUSURE TOMANGANESE DUST CAN CAUSE CENTRAL NERVOUS SYSTEM 
DAMAGE,SCARRING OF THELUNGS AND REPRODUCTIVE HARM IN MALES.TARGET ORGAN IS 
PRIMARILY THE LUNG,BUT REPEATED HIGH EXPOSURE CAN ALSO AFFECT THE 
LIVERCHRONICOVEREXPOSURE 
TO IRON OXIDE DUST/FUME MAY CAUSE LUNG SIDEROSIS. 
CHRONIC OVEREXPOSURE TO SILICON DUST CAN CAUSE CHRONIC BRONCIDTlS.OVEREXPOSURE 
TO 
AMORPHOUS SILICA CAN CAUSE DRYING OF THE MUCOUSMEMBRANES OF THE EYES,NOSE,AND 


THROAT. 


SMALL CIDPS,FINE TURNINGS AND DUST MAY IGNITE READlLY.EXPLOSION 
POTENTIAL MAYBE 
PRESENT WHEN:DUST OR FINES ARE DISPERSED IN THE AIR; FINE, DUST OR MOLTEN ALUMINUM 
ARE IN CONTACT WITH CERTAIN METAL OXIDES; OR,CHIPS,FINES,DUST OR MOLTEN ALUMINUM 
ARE IN CONTACT WITH WATER OR MOISTURE.KEEP AWAY FROM IGNITION SOURCE.USE 


EXPLOSION-PROOF 
VENTlLATlON.KEEP 
MATERIAL DRY. 


